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An aggregate having attached at least one type of polymer is described, wherein the aggregate comprises at least one carbon phase 
and at least one silicon-containing species phase. Other aggregates which can have a polymer attached include, but are not limited to, 
an aggregate comprising at least one carbon phase and at least one metal-containing species phase and carbon black at least partially 
coated with silica. Methods of making the aggregate are further described which involve combining the starting aggregate with a reactive 
polymer and mixing in order to attach the polymer onto the aggregate. Uses of the aggregate are further described such as incorporating the 
aggregate into polymer foams and other polymeric products as well as elastomeric products. Polymer foam compositions are also described 
and contain polymer foam and chemically modified carbonaceous filler, specifically, carbonaceous filler having polymer moieties chemically 
bonded to the carbonaceous particulates. Exemplary carbonaceous fillers include carbon black, activated carbon, graphite, carbon fibers, 
fibrils and the like. The polymer moieties have a valence orbital bond to the carbonaceous particulate, such as an ionic or covalent bond. 
The chemical bond survives shear forces and the like, such as would be encountered by filler material in a reaction injection molding 
process for the manufacture of filled polyurethane foam insulation panels. 
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AGGREGATES HAVING ATTACHED POLYMER 
GROUPS AND POLYMER FOAMS 



PCT/US00/01302 



BACKGROUND OF THE INVENTION 

5 The present invention relates to aggregates, such as fillers, which are useful in a variety of 

applications such as elastomeric compositions, polymeric compositions, and the like. The present 
invention further relates to methods of making these aggregates. The present invention also relates 
to polymer foams, especially closed-cell polymer foams useful for thermal insulation applications 
and the like, containing surface-modified carbonaceous fillers. The present invention further relates 

1 0 to novel compositions useful in the manufacture of such polymer foams. 

Carbon blacks are widely used as pigments, fillers, and reinforcing agents in the 
compounding and preparation of rubber and other elastomeric and polymeric compounds. Carbon 
blacks are particularly useful as reinforcing agents in the preparation of elastomeric compounds used 
in the manufacture of tires and other articles. 

15 Carbon blacks are generally produced in a furnace-type reactor by pyrolyzing a hydrocarbon 

feedstock with hot combustion gases to produce combustion products containing particulate carbon 
black. Carbon black exists in the form of aggregates. The aggregates, in turn are formed of carbon 
black particles. However, carbon black particles do not generally exist independently of the carbon 
black aggregate. Carbon blacks are generally characterized on the basis of analytical properties, 

20 including, but not limited to, particle size and specific surface area; aggregate size, shape, and 
distribution; and chemical and physical properties of the surface. The properties of carbon blacks 
are analytically determined by tests known to the art. For example, nitrogen adsorption surface area 
(measured by ASTM test procedure D3037- Method A or D4820-Method B) and cetyl-trimethy! 
ammonium bromide adsorption valve (CTAB) (measured by ASTM test procedure D3765 [09.01]), 

25 are measures of specific surface area. Dibutylphtalate absorption of the crushed (CDBP) (measured 
by ASTM test procedure D3 493-86) and uncrushed (DBP) carbon black (measured by ASTM test 
procedure D24 14-93), relates to the aggregate structure. The bound rubber value relates to the 
surface activity of the carbon black. The properties of a given carbon black depend upon the 
conditions of manufacture and may be modified, e.g., by altering temperature, pressure, feedstock, 

30 residence time, quench temperature, throughput, and other parameters. 

Silica is also used as a reinforcing agent (or filler) for elastomers. However, using silica 
alone as a reinforcing agent for elastomers leads to poor performance compared to the results 
obtained with carbon black alone as the reinforcing agent. It is theorized that strong filler-filler 
interaction and poor filler-elastomer interaction accounts for the poor performance of silica. The 

35 silica-elastomer interaction can be improved by chemically bonding the two with a chemical 
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coupling agent, such as bis (3-triethoxysilylpropyI) tetra-sulfane, commercially available as Si-69 
from Degussa AG, Germany. Coupling agents such as Si-69 create a chemical linkage between the 
elastomer and the silica, thereby coupling the silica to the elastomer. 

When the silica is chemically coupled to the elastomer, certain performance characteristics 
of the resulting elastomeric composition are enhanced. When incorporated into vehicle tires, such 
elastomeric compounds provide improved hysteresis balance. However, elastomer compounds 
containing silica as the primary reinforcing agent exhibit low thermal conductivity, high electrical 
resistivity, high density, and poor processability. 

When carbon black alone is used as a reinforcing agent in elastomeric compositions, it does 
not chemically couple to the elastomer but the carbon black surface provides many sites for 
interacting with the elastomer. While the use of a coupling agent with carbon black might provide 
some improvement in performance to an elastomeric composition, the improvement is not 
comparable to that obtained when using a coupling agent with silica. 

In addition, polymer foams containing filler materials, such as particulate filler materials, 
are widely known and used in innumerable applications. Closed cell rigid polymer foams! 
especially polyurethane and polyisocyanurate foams containing particulate filler, such as carbon' 
black or other particulate filler, are widely used for thermal insulation purposes. Foams of this type 
and their use for thermal insulation purposes are disclosed, for example, in U.S. Patent No. 
5,604,265 to DeVos et al. Also, in U.S. Patent No. 5,373,026 to Bartz et al, polymer foam structures 
incorporating carbon black filler are taught for thermal insulation purposes. These patents are 
incorporated herein in their entirety by reference. 

In polymer foams such as, for example, polyurethane and polyisocyanurate foams, cost 
reduction and/or thermal insulation improvement can be achieved by improving dispersion of filler 
material in the foam, by controlling foam cell size, and/or by increasing infrared absorption. 

In polymer foams, such as polyurethane and polyisocyanurate foams, the windows of the 
cell structure are believed to be mostly transparent to infrared radiation. The thermal conductivity of 
these foams should be improved by increasing the infrared absorption of the cell windows. One way 
to do this is to add infrared absorbing materials, such as carbon black, to the foam in an effort to 
improve the infrared absorption of the cell windows. However, the distribution of carbon black in 
these foams is poor and the majority of carbon black resides in the struts of the foam. In other 
words, the windows of the foams contain little or no carbon black. In fact, it is doubtful that prior 
work has achieved carbon black concentrations in the windows equivalent to the carbon black 
concentration found in the struts. 

There is a recognized need in the polymer foam industry for foams having improved 
performance characteristics and/or reduction in the cost and complexity of manufacturing such 
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foams. In certain applications, such as foam insulation, in refrigeration units or other appliances, or 
for architectural insulation, this need has been increased due to the loss of insulation performance 
caused by the reduction or elimination of halogenated blowing agents. Some substitute blowing 
agents are found to produce foams having higher thermal conductivity. Hence, there is an increased 
need for lowering the thermal conductivity of polymer foams suitable for use in various insulation 
applications, particularly appliance and architectural thermal insulation uses. 

Accordingly, there is a desire to provide improved fillers which will, when incorporated into 
elastomeric or polymeric materials, provide improved properties and/or overcome one or more of 
the difficulties described above. 

SUMMARY OF THE INVENTION 

A feature of the present invention is to provide an aggregate which can be incorporated into 
elastomeric and/or polymeric materials and provide at least one enhanced property. 

Another feature of the present invention is to provide a filler material which can be 
incorporated into polymeric foams. 

Another feature of the present invention is to provide a filler material which can be 
incorporated into such articles as tires and the like. 

It is a further feature of the present invention to provide improved polymer foams. It is a 
particular feature of the present invention to provide polymer foams having lower thermal 
conductivity, or, the alternative, lower thermal conductivity per unit cost of the foam. In accordance 
with certain preferred embodiments of the invention, it is a feature to provide rigid, closed cell 
polymer foams incorporating surface modified particulate filler materials not previously used for 
such applications, and being suitable for various insulation purposes. 

Additional features and advantages of the present invention will be set forth in part in the 
description which follows, and in part will be apparent from the description, or may be learned by 
practice of the present invention. The objectives and other advantages of the present invention will 
be realized and obtained by means of the elements and combinations particularly pointed out in the 
written description and appended claims. 

To achieve these and other advantages and in accordance with the purpose of the present 
invention, as embodied and broadly described herein, the present invention relates to an aggregate 
having attached at least one polymer wherein the aggregate comprises at least a carbon phale and a 
silicon-containing species phase. 

The present invention further relates to an elastomeric composition containing at least one 
elastomer and the aggregates of the present invention. 
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The present invention also relates to a polymer foam containing the aggregates of the 
present invention. 

The present invention further relates to polymer compositions containing at least one 
polymer and the aggregates of the present invention. 
5 Furthermore, the present invention relates to a method of making the aggregates of the 

present invention which involves the steps of combining an aggregate comprising at least a carbon 
phase and a silicon-containing species phase with at least one reactive polymer having a functional 
group(s) and mixing to form an aggregate having attached at least one polymer. Preferably, in this 
method, heat or other means is also applied in order to decrease the reaction time for the attachment 
10 to take place. 

In addition, the present invention relates to novel polymer foams which comprise certain 
chemically modified carbonaceous ("CMC") fillers, that is, chemically modified carbonaceous 
material dispersed in the polymer foam. The chemically modified carbonaceous filler employed in 
the present invention comprises carbonaceous particulate material carrying polymer units, optionally 

1 5 being chemically functionalized polymer units, attached to the surface of the particles. As disclosed 
and described further below, the chemically modified carbonaceous filler comprises carbonaceous 
material having polymer moiety attachments. 

It is to be understood that both the foregoing general description and the following detailed 
description are exemplary and explanatory only and are intended to provide further explanation of 

20 the present invention, as claimed. 

DETAILED DESCRIPTION OF THE PRESENT INVENTION 

The present invention, in part, relates to an aggregate which has attached at least one 
polymer. The starting aggregate is preferably an aggregate having at least one carbon phase and at 
25 least one silicon-containing species phase. The attachment of the polymer is preferably on the 
surface of the starting aggregate and more preferably is a chemical attachment which is preferably 
by way of covalent bonding, although other types of attachments can be used in the present 
invention. 

The starting aggregate of the present invention can be the aggregates described in U.S. 
30 Patent Nos. 5,948,835; 5,919,841; 5,904,762; 5,877,238; 5,869,550; 5,863,323; 5,830,930; 
5,749,950; 5,622.557; and 5,747,562. Furthermore, the starting aggregates described in WO 
98/47971; WO 96/37547; and WO 98/13418 can also be used, and each of these patents and 
publications are incorporated in their entireties by reference herein. 

For purposes of the present invention, the starting aggregate comprising at least a carbon 
35 phase and a silicon-containing species phase is also known as a silicon-treated carbon black. 



W0 00/43446 -5- PCT/USOO/01302 

Preferably, the silicon-treated carbon black that is used, has the ability, when used in an elastomer, 
to impart to the elastomer poorer abrasion resistance, comparable or higher loss tangent at low 
temperature, and a lower loss tangent at high temperature, compared to a carbon black. The starting 
aggregate comprising at least a. carbon phase and a silicon-containing species phase can be made in 
the manner described in these patents and publications. 

As an alternative, in lieu of the starting aggregate comprising at least a carbon phase and a 
silicon-containing species phase, the starting aggregate can be a carbon black which is at least 
partially coated with silica. Examples of such an aggregate are described in U.S Patent No 
5,916,934 and WO 98/13428, which are incorporated in their entireties by reference herein, the 
carbon black at least partially coated with silica can be made as described in U S Patent No 
5,916,934. 

Besides the above-described starting aggregates, the starting aggregate can also be an 
aggregate comprising at least a carbon phase and a metal-containing species phase as described in 
PCT Publication WO 98/47971 which are both incorporated in their entirety by reference herein. 

For purposes of the present invention, the starting aggregate used to attach a polymer is 
preferably an aggregate comprising at least a carbon phase and a silicon-containing species phase 
More preferably, the aggregate is such that a large portion of the silicon-containing species phase is 
exposed at the surface of the aggregate. Thus, it is preferred that the silicon-containing species 
phase is present primarily at or near the surface of the aggregate but is still part of the same 
aggregate as the carbon phase. As an example, an aggregate having the silicon-containing species 
phase exposed to about 1 % to about 50% or more of the surface area of the aggregate is preferred. 

In addition, preferably, the silicon-containing compounds used to form the silicon- 
containing phase of the aggregate are as follows. Useful volatilizable silicon-containing compounds 
include any such compound which is volatilizable at carbon black reactor temperatures. Examples 
include, but are not limited to, silicates such as tetraethoxyorthosilicate (TEOS) and 
tetramethoxyorthosilicate, silanes for example, alkoxysilanes, alkylalkoxvsilanes, and aryl- 
alkylalkoxysilanes, for example, tetramethoxysilane, tetraethoxysilane, methyltrimethoxy-silane 
methyltriethoxy silane, dimethyldimethoxysilane, dimethyldiethoxysilane, trimethylmethoxysilane.' 
trimethylethoxysilane, diethylpropylethoxysilane, halogen-organosi lanes for example, 
tetrachlorosilane, trichloromethylsilane, dimethyl-dichlorosilane, trimethylchlorosilane' 
methylethyldichlorosilane, dimethylethylchlorosilane, dimethylethylbromosilane, silicone oil 
polysiloxanes and cyclic polvsiloxanes for example, octamethylcyclotetrasiloxane (OMTS)' 
decamethylcyciopentasiloxane, dodecamethylcyclohexasiloxane, hexamethylcyclotrisiloxane, and 
silazanes for example, hexamethyldisilazane. Besides volatilizable compounds, decomposable 
silicon-containing compounds which are not necessarily volatilizable can also be used to yield the 
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silicon-treated carbon black. Silicon-containing compounds which may be used are set forth in 
Encyclopedia of Science and Engineering, Vol. 15, 2 nd Ed pp. 204-308, and UK Patent Application 
2 296 915, both incorporated herein by reference. The usefulness of these compounds can be readily 
determined for their volatilizability and/or decomposability. Low molecular weight silicon- 
5 containing compounds are preferred. The flow rate of the volatilizable compound will determine the 
weight percent of silicon in the silicon-treated carbon black. 

The preferred starting aggregate of the present invention can be characterized by one or 
more of the following various properties. For instance, the aggregate can have a rough surface 
characterized by the difference between BET (N 2 ) surface area and t-area which preferably ranges 

10 from about 2 to about 100 m 2 /g. For an aggregate with t-area above 100 nr/g, the difference 
between BET (N 2 ) surface area and t-area is preferably from about 10 to about 50 nr/g. The surface 
roughness of HF treated aggregate is characterized by the difference between BET (N ) surface area 
and t-area, which generally ranges from about 1 to about 50 nr/g, and more preferably from about 5 
to about 40 m 2 /g. After HF treatment, the aggregate still has a rough surface. The surface 

15 roughness of the HF treated aggregate is characterized by the ratio of the difference in BET (K,) 
surface area between the aggregate after and before HF treatment to the silicon content (in weight 
percentage) of the original aggregate sample without HF treatment. This ratio is preferably from 
about 0.1 to about 10 and more preferably from about 0.5 to about 5. The weight average aggregate 
size measured by DCP after HF treatment is reduced generally by about 5% to about 40% compared 

20 to an untreated aggregate. A significant amount of silica can remain in the aggregate after HF 
treatment. The remaining silica ash content preferably ranges from about 0.05% to about 1% based 
on the weight of the HF treated sample. This amount of silica ash in the aggregate comprises silica 
ash originating from the silicon-containing compound, and not from any carbon black-yielding 
feedstock. The BET surface area of the silica ash in the aggregate made after thermal treatment in 

25 air at 500°C generally ranges from about 200 m 2 /g to about 1000 nr/g, and preferably ranges from 
about 200 nr/g to about 700 m 2 /g. As stated earlier, any combination is possible for the various 
properties and the aggregate can have one, and two, any three, any four, any five, or all of the 
properties. Additionally, all of these aggregates can generally contain sulfur and/or nitrogen levels 
between about 0.1 and about 5 wt%, based on the weight of the aggregate. The weight percent of 

30 silicon in the silicon-treated carbon black preferably ranges from about 0.1% to about 25%, and 
more preferably from about 0.5% to about 10%, and most preferably from about 4% to about 10% 
by weight or from about 8% to about 15% by weight of the aggregate. From an economical point of 
view, the use of less silicon is preferable to the extent that it reduces the cost to make the aggregate, 
provided acceptable performance characteristics are achieved. It has been found that injecting a 
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silicon-containing compound into the carbon black reactor can result in an increase in the structure 
(e.g., CDBP) of the product. 

With respect to the polymers which are attached onto the aggregate, any polymer capable of 
attaching onto the aggregate can be used in the present invention. Examples of the starting polymers 
5 which can be reacted with the starting aggregate include, but are not limited to, hydroxy terminated 
polymers, amine terminated polymers, and the like. Preferable, the starting polymer, which is 
reacted and thus attached with the starting aggregate, is a silane containing polymer and more 
preferably is a siloxane type polymer such as a polydimethylsiloxane. Other examples of preferred 
polymers which can be attached include, but are not limited to, polyethers, methacryiates, polyvinyl 
10 alcohols, polyalkylenes, and the like. Further examples include polyethylene, poly(vinylchloride), 
polyisobutylene, polycaprolactam (nylon), polyisoprene, polyamides, polycarbonates, 
polyelectrolytes, polyesters, polyethers, polyalkylene oxides, (polyhydroxy)benzenes, polyimides, 
polymers containing sulfur, polyolefins, polyols, polymethylbenzenes, polystyrene, styrene 
copolymers, acetal polymers, acrylic polymers, acrylonitrile polymers and copolymers, polyolefins 
15 containing halogen, fluoropolymers, ionomeric polymers, polysaccharides, polymers containing 
ketone group(s), liquid crystal polymers, polyamide-imides, polymers containing olefinic double 
bond(s), polyolefin copolymers, polyphenylene oxides, polyurethanes, thermoplastic elastomers, 
silicone polymers, alkyd, epoxy, and unsaturated polyester and combinations thereof. 

Further, as can be seen, the polymer attached can be a hydrocarbon-type polymer. All of 
these starting polymers are commercially-available or can be made by methods known to those 
skilled in the art. 

The aggregate of the present invention can be prepared in any manner which leads to the 
attachment of the polymer onto the aggregate. Preferably, the aggregate is combined with the 
starting polymer having at least one functional group, such as a hydroxy group, silanol group, 

25 carbinol/alcohol group (e.g., C-OH), Si-OR groups, where R is an alkyl group, Si-X groups where X 
is a halide, or an amine group. The starting aggregate and the starting polymer with the functional 
group(s) are combined together and mixed preferably under low to mid shearing conditions in order 
to uniformly distribute the starting polymer throughout the starting aggregate. The starting polymer 
can over time attach itself onto the aggregate, preferably by way of the condensation of the 

30 functional group, though other reaction mechanisms are possible. To expedite the reaction time, 
heat can be applied and the heat can be a mild heat or temperatures up to the point where the 
polymer will break down such as about 300°C or below. Preferably, the temperature applied, if used, 
is from about 35 to about 275 °C and more preferably is from about 50 to about 120 °C. Other 
means to catalyze the reaction can be used. For purposes of the present invention, the functional 



20 
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group can be located anywhere on the starting polymer. Preferably, the functional group is located at 
the end of the polymer. Also, more than one type of functional group can be present. 

Once the reaction in complete, at least some of the functional groups of the polymers are 
displaced off the polymer and the remaining parts of the polymer are attached onto the aggregate. 
5 For purposes of the present invention, the polymer can attach to any phase of the aggregate and is 
preferably attached primarily to the silicon-containing species phase when such an aggregate is used. 

The amount or ratio of starting aggregate to starting reactive polymer can be any amount 
depending upon the desired level of attachment onto the aggregate. Preferably, the ratio of 
aggregate to reactive polymer for the reaction is from about 30:1 to about 1:10 and more preferably 
1 0 is from about 20: 1 to about 1 :5 and most preferably is from about 10:1 to about 1:1. 

The starting polymer can be present as a liquid or solid, such as a powder. If a powder or the 
like is used, preferably the powder is dissolved or dispersed in a solvent. 

For purposes of the present invention, more than one type of polymer can be attached to the 
same aggregate or a mixture of aggregates can be used wherein a portion of the aggregates have one 
15 type of polymer attached and another portion of aggregates have a different type of polymer 
attached. 

The level of the reactive polymer attached onto the aggregate can be any amount and 
depends upon the surface area of the aggregate and further depends upon the desired use for the 
aggregate. Preferably and only as an example, the amount of reactive polymer attached onto the 
20 aggregate is preferably from about 0.01 mmol/g to about 3.0 mmol/g, more preferably from about 
0.03 mmol/g to about 2.0 mmol/g, and most preferably from about 0.05 mmol/g to about 1 .0 mmol/g 
of aggregate. 

Besides the attachments described above, the aggregate either prior to attachment of the 
reactive polymer or afterwards or even during the attachment of the reactive polymer can have other 

25 organic groups attached onto the aggregate. These organic groups are further identified and 
preferred methods of attachment are set forth in U.S. Patent Nos. 5,922,1 18; 5,900,029; 5,895,522; 
5,885,335; 5,851,280; 5,803,959; 5,747,563; 5,713,988; 5,707,432; 5,700,845; 5,698,016; 
5,672,198; 5,630,868; 5,554,739; 5,955,232 and ail of these patents are incorporated in their 
entireties by reference herein including their uses. If an organic group is additionally attached to the 

30 aggregate, preferably, this organic group comprises at least one aromatic group and/or at least one 
alkyl group and more preferably the alkyl or aromatic group is directly attached to the aggregate. 

In addition, mixtures of various treated aggregates can be combined. In other words, it is 
within the bounds of this invention to also use a mixture of other filler materials with the aggregates 
of the present invention or with the chemically modified carbonaceous fillers described below. Any 
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combinations of additional components with the aggregates of the present invention may be used 
such as one or more of the following: 

a) silicon-treated carbon black with an attached organic group optionally treated with silane 
coupling agents; 

b) modified carbon black having an attached organic group; 

c) carbon black at least partially coated with silica; 

d) silica; 

e) modified silica, for example, having an attached coupling group; and/or 
0 carbon black. 

In a further embodiment of the present invention, novel polymer foams are provided which 
comprise certain chemically modified carbonaceous ("CMC") fillers, that is, chemically modified 
carbonaceous material dispersed in the polymer foam. The chemically modified carbonaceous filler 
that can be used in the present invention include carbonaceous particulate material having attached 
polymer units, optionally being chemically functional ized polymer units, attached to the surface of 
the particles. In accordance with preferred embodiments, the chemically modified carbonaceous 
filler is carbonaceous particulate filler, such as carbon black, graphite, activated carbon, and the like, 
which has been surface-modified to attach multiple polymer moieties per filler particle. Suitable 
chemically modified carbonaceous filler materials include, for example, particulate fillers sold by 
Cabot Corporation, Boston, Massachusetts, USA, under the trademark ChemBlack®. Suitable 
20 modified carbon black filler materials include those disclosed in any of the following citations, the 
entire disclosures of which are incorporated herein by reference: U.S. Patent Nos. 5,672,198; 
5,571,311; 5,630,868; 5,707,432; 5,803,959; 5,554,739; 5,698,016; and 5,713,988; and published 
applications WO 96/18688; WO 97/47697; and WO 97/47699, all relating to carbon products and 
pigments having attached organic groups; U.S. Patent Nos. 5,747,562; and 5,622,557; and Published 
Applications WO 96/37547; and WO 98/13418, all relating to silicon-treated carbon black; and 
Published Application WO 98/13428; relating to silica coated carbon black; and U.S. Patent 
Applications USSN 08/962,244; USSN 08/968,299: USSN 09/089,363; USSN 09/089,263; and 
USSN 09/181,926, all relating to stable free radical attachment of groups. For purposes of the 
present invention, the aggregates having attached at least polymers described earlier, can also be 
30 considered chemically modified carbonaceous materials as well. Further, mixtures of any of these 
filler materials may be used in the polymer foams of the present invention. 

The polymer moieties of the chemically modified carbonaceous fillers are directly attached 
to the surface of the carbonaceous particles, preferably by ionic, covalent, or an equivalent chemical 
bond. Thus, these filler materials incorporated into the polymer foams of the present invention are 
not polymeric coatings on carbonaceous particles. Mere coatings have not been sufficiently 
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processible and have not provided the needed improvement in thermal insulation performance or 
cost reduction in commercially manufactured polymer foams. Mere polymeric coatings on 
carbonaceous filler particulates, such as were obtained by mixing surfactants or other polymers with 
filler materials, especially if the polymers were of a type and polymer chain length effective to 
provide substantially improved thermal insulation value in the finished polymer foam, can be 
stripped in substantial quantity from the carbonaceous particles by the shear forces encountered in 
commercial polymer foam manufacturing methods. The shear forces encountered in commercial 
reaction injection molding (RIM) methods, for example, have been found to strip substantial 
quantities of polymeric coatings from carbonaceous particles, such as carbon black or the like. 

In contrast, the chemically modified carbonaceous fillers of the present invention for use as 
fillers in polymer foams, particularly the preferred embodiments, are not stripped in substantial 
quantity from the carbonaceous particles even under shear forces encountered in commercial 
polymer foam manufacture. In accordance with preferred embodiments, the chemically modified 
carbonaceous fillers comprise surface-modified carbonaceous particulate material preferably having 
15 at least one attached polymer moiety, which preferably remains attached to the carbonaceous 
particles even under shear forces encountered in RIM processes for manufacturing polymer foam 
insulation and the like. While not wishing to be bound by theory, at least certain preferred 
embodiments of the chemically modified carbonaceous fillers of the present invention can have 
valence-orbital interactions with the surface of the carbonaceous particle or with a functional group 
20 which is itself likewise attached to the carbonaceous particle. As disclosed and described further 
below, the chemically modified carbonaceous filler can be prepared by attaching polymeric moieties 
to the surface of carbonaceous particulate material. The polymeric moieties may be oligomeric. 
Suitable carbonaceous particulate materials to be modified include, but are not limited to, carbon 
black, activated carbon, graphite, charcoal, activated charcoal, carbon fibers, fibrils, and the like. 
25 Also, suitable carbonaceous particulate materials to be modified include the starting aggregates 
described earlier. 

The chemically modified carbonaceous filler can be present in the polymer foam at 
conventional amounts. Preferably the chemically modified carbonaceous filler is used in an amount 
of from about 0.1 to about 18.0 weight percent filler or more in the final foam composition, more 
30 preferably from about 1.0 to about 12.0 weight percent, e.g., about 8.0 wt.%. Preferably, the 
modified carbon black filler is used in an amount of from about 0.1 to about 10.0 weight percent 
filler in the final foam composition, more preferably from about 1.0 to about 5.0 weight percent, 
e.g., about 4.0 wt%. 

In accordance with preferred embodiments, chemically modified carbonaceous filler 
35 employed in the polymer foams provide improved thermal insulation value higher than 
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corresponding unfilled foams, and higher than corresponding foams containing corresponding 
conventional carbonaceous filler not having polymer moieties attached thereto. This improvement 
may derive, in part, from better processability of the filler, especially better processability using 
commercially available foam production materials, equipment, and techniques, leading to better 
dispersion of the filler in the foam. In certain embodiments, the improvement may derive, in part, 
from preferential locating of the chemically modified carbonaceous filler in the windows of the 
foam, as further discussed below. 

In accordance with another aspect, rigid, closed cell polymer foams are provided, 
comprising chemically modified carbonaceous filler disclosed above. Certain preferred 
embodiments are rigid, closed cell polymer foams with chemically modified carbonaceous fillers, 
incorporating non-CFC blowing agents and/or the reaction product thereof following manufacture of 
the foam. In accordance with certain preferred embodiments, polyurethane foams are provided, 
comprising chemically modified carbonaceous filler dispersed in the foam In accordance with 
certain preferred embodiments, polyisocyanurate foams are provided, comprising chemically 
modified carbonaceous filler dispersed in the foam In accordance with certain preferred 
embodiments, polystyrene foams are provided, comprising chemically modified carbonaceous filler 
dispersed in the foam. 

In accordance with another aspect, polyurethane foams, polyisocyanurate foams, and/or 
polystyrene foams are provided, comprising chemically modified carbonaceous filler dispersed in 
the foam. In accordance with certain especially preferred embodiments, rigid, closed cell 
polyurethane foams, polyisocyanurate foams, and/or polystyrene foams, incorporate modified 
carbon black filler formed by reacting a suitable carbon black material with a polystyrene 
functioning reactant to place functional groups on the surface of the carbon black particles. In 
accordance with certain embodiments, the modified carbonaceous filler bears functional groups, 
such as CI to C20 groups, e.g., CI to C8 groups, selected from isocyanates, acyl azides, alcohols,' 
amines, thiols, alkoxides, or mixtures thereof. 

In accordance with certain preferred embodiments, the chemically modified carbonaceous 
filler is surface modified carbon black dispersed in either the polyol or the isocyanate reactive 
component (of both) of a polyurethane foam system. In accordance with another aspect, polymer 
foam, preferably rigid polyurethane or polyisocyanurate foam, comprise chemically modified 
carbonaceous filler which can be the reaction product of carbonaceous particulate material which 
has been treated with any of various suitable silanes and/or silicone materials. While not wishing to 
be bound by theory, it is presently understood that the surface chemistry of the carbonaceous 
material is modified by such treatment with the silanes or silicone materials. Preferably, the silane 
materials contain functional groups, such as amines and/or alcohols, that are reactive with 
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isocyanates. Suitable silicone treatment materials include silicone surfactants, such as 
silicone/ethylene oxide or silicone/propylene oxide copolymers to treat the carbon black particulate 
material to form the modified carbon black particulate fillers. Preferably the carbonaceous 
particulate material has as part, of its surface chemistry, regions which can bond with the silanes, 
5 silicones, or silicone surfactants. Optionally, such surface regions are siliceous in nature, containing 
silanol groups. Silanes, silicones and silicone surfactants having as part of their structure hydroxy 
(Si-OH) and/or alkoxy groups (e.g., Si-OR, where R is an alkyl group) are preferred for use in such 
embodiments. While not wishing to be bound by theory, it is presently understood that 
condensation of these silanes, silicones or silicone surfactants with the silanol groups of the 

10 carbonaceous particulate material results in surface modification of the particulate material whereby 
the silanes, silicones or silicone surfactants are attached to the surface of the particulates. In 
accordance with certain preferred embodiments, these surface functional ized carbonaceous 
particulate fillers are dispersed in either the polyol or the isocyanate reactive component (or both) of 
a poiyurethane foam system. Modified carbonaceous particulate fillers of this type, when 

15 incorporated into rigid closed-cell poiyurethane foams in accordance with certain especially 
preferred embodiments, are found in higher concentrations in the windows of the foam cells than is 
achieved using the same polymer system with corresponding untreated carbon black particulate 
materials. In particular, more of the modified carbonaceous particulate filler is found at the 
gas/solid interface in the poiyurethane foam. This improved distribution of the filler material results 

20 in lower thermal conductivity of the foam in comparison to the same foam containing the 
corresponding untreated carbon black material. 

Chemically modified carbonaceous fillers of this type, when incorporated into rigid closed- 
cell poiyurethane foams in accordance with certain especially preferred embodiments, have higher 
concentrations in the windows of the foam cells than is achieved using the same polymer system 

25 with corresponding untreated carbon black particulate materials. In particular, more of the modified 
carbonaceous particulate filler is at the gas/solid interface in the poiyurethane foam. This improved 
distribution of the filler material results in lower thermal conductivity of the foam in comparison to 
the same foam containing the corresponding untreated carbon black material. 

In accordance with certain preferred embodiments, about ninety percent (90%) of the 

30 chemically modified carbonaceous filler is present in the struts portion of the foam cells and the 
remaining about ten percent (10%) is present in the windows of the foam cells. More preferably, 
only about eighty percent (80%) of the chemically modified carbonaceous filler is present in the 
struts and at least about twenty percent (20%) is present in the windows. In a further alternative 
embodiment, the particle density of the chemically modified carbonaceous filler in the windows 

35 portion of the foam cells is greater than twenty percent (20%). Alternatively, about seventy percent 
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(70%) of the modified carbonaceous particulate finer is present i„ ,he struts and „ least aboilt ,„ 
percent (30%) in present in t„e window , In . further ..^ ^ ^ 

•he modtfied carbonaceous particu,a t c filter in ,he windows portion of the foam cells ,s equal ,o or 
greater than that found in the struts portions of the foam cells. 

In accordance with one aspect, closed eel, poller foam is provided, comprise modified 
carbonaceous partic U ,a«e filler, wherein a disproportionately high proportion of the" modified 
carbonaceous particulate filler is located in the windows portions of the foam cel.s and a 
correspondingly low proportion of the modified carbon black particu,a,e filler is located in the struts 
portions of the foam cells. 

In accordance with certain preferred embodiments, closed-cell poiymer foam, preferably 
polyurethane, or polyisocyanurate foam, contains chemicaHy modified carbonaceous filler in the 
form of surface-modifled (e.g., specifically, chemica.ly bonded to polymeric moieties, as discussed 
above, carbon black, activated carbon, charcoal, activated charcoal, graphite, carbon fibers or 
fi nls, or matures of any one or more of mem. Preferably such chemically modified carbonaceous 
fillers prov,de functional groups effective to preferential* locate me individua , 
gas/sohd mterface within ft. foam, especialiy in the windows of the foam cells Preferred 
fcnconal groups for these chemically modified carbonaceous fillers include, for example aryl 
groups, a.ky, groups, ketone groups, si,ane groups, ether groups, fluorinated arv. and alky, groups 
al y ester and alkyl ether groups, ketone, py™,idino„es, polyethers, po,y(a, k yle„eoxidc, groups' 
poly(fiuoroether) groups, and poly(dialkylsiloxane> groups. 

Preferably, such surface func.iona.ity is attached to the surface of the carbonaceous filter by 
reacon of substituted diazonium salts with the carbonaceous materia,, Suitable reaction methods 
and materials are disclosed above and in, for examp.e, the United States patents recited above the 
ent,re disclosures of which arc inconporated herein by reference. The surface modification 
preferabiy occurs via covalen, attachment of the functional groups to the surface of the 
carbonaceous material, though other attachments are possible. ,„ accordance with other preferred 
embod.ments, the aforesaid surface modification for attachment of the fimciona, groups can be 
achteved by grafting of polymers to the surface of the carbon biack via radical reactions. Examples 
. radtca, reactions include the reaction of seized free radical polymers wim the carbonaceous 
filler. In accordance with other preferred embodiments, further fnnc.ionaliza.ion of the attached 
groups ,s possible, for example, by growing powers from the surface of the carbonaceous particle 
such as by using ionic or free radical polymerization techniques. These and other suitable surface 
modtfication techniques and materials and their suiubihry for use in the present invention win be 
apparent to those skilled in the art given the benefit of the present disclosure 
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In accordance with another aspect, closed-cell polymer foam, preferably polyurethane foam, 
incorporates chemically modified carbonaceous filler to impart improved dispersion of the filler in 
either the isocyanate component or the polyol component of a polyurethane foam system. The 
improved filler dispersion reduces thermal conductivity of the resulting polyurethane foam. In 
5 contrast, when known particulate materials, such as various carbon blacks, are dispersed into a 
polyurethane foam system, the resulting material typically has an uneven distribution within the 
foam. More particularly, the carbon black or other particulate material typically is concentrated in 
the struts of the foam structure. This uneven distribution leads to higher thermal conductivities than 
is desirable. In accordance with certain preferred embodiments, chemically modified carbonaceous 

10 fillers are used in addition to or in place of some or all such prior known filler materials. More 
specifically, chemically modified carbonaceous fillers comprising surface modified carbon black, 
most preferably carbon blacks which have been chemically treated to provide one or more organic 
groups or polymeric moieties having organic groups, such as esters or alkyls, impart a beneficial 
character to the particles yielding improved dispersion in an isocyanate portion of a polyurethane 

15 foam system. Chemically modified carbonaceous fillers comprising carbon blacks which have been 
chemically treated to attach one or more polar functional groups or polymer moieties having polar 
functional groups, such as alcohols, amines and the like, have improved dispersion in a polyol 
portion of a polyurethane system. Moreover, those chemically modified carbonaceous fillers having 
alcohol or amine groups will be reactive with an isocyanate portion of the polyurethane system. 

20 In accordance with certain especially preferred embodiments, additional improvement in 

dispersion and thermal conductivity (that is, better dispersion and lower thermal conductivity) are 
achieved by combining the aforesaid chemically modified carbonaceous filler materials with 
surfactants, such as for example, silicone/ethylene oxide or silicone/propylene oxide copolymers. 

In accordance with another aspect, polymer reactant materials incorporating chemically 

25 modified carbonaceous filler are provided, which are suitable for manufacture of the above disclosed 
polymer foam products. 

Especially significant in the field of thermal insulation, the present invention provides filled 
polymer foams having improved thermal performance characteristics. More particularly, polymer 
foams incorporating modified carbon black particulate fillers in accordance at least certain preferred 

30 embodiments of the present invention are found to provide improved thermal performance when 
compared to otherwise comparable foams incorporating a like weight percent carbon black or filler 
having substantially the same particle size and structure. 

Preferred polymer foams include polyurethane foams, polyisocyanurate foams, polystyrene, 
and the like. Preferably, the polymer foams are rigid, closed cell foams having an amount of the 

35 chemically modified carbonaceous materials of the present invention. The chemically modified 
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carbonaceous materials of the present invention are believe to be, when incorporated into rigid 
closed-cell polymer foams in accordance with preferred embodiments, found in higher 
concentrations in the windows of the foam ce.ls than is achieved using the same polymer system 
w,th conventional filler materials. In particular, more of the chemical.y modified carbonaceous 
matena. can be found at the gas/solid interface in the polymer foam. This improved distribution of 
the filler materia, results in preferably a lower therma. conductivity of the foam in comparison to the 
same foam containing conventional filler material. The use of the chemical.y modified 
carbonaceous materials of the present invention in polymer foams can further lead to improved 
-nfrared radiation absorption, better dispensability, and/or improved thermal insulation of the foam 
Thus, the chem.cally modified carbonaceous materials of the present invention preferably lead to a 
resulting material which has a distribution of the chemically modified carbonaceous materia, 
throughout the foam which leads to a .ower therma. conductivity than conventional filler materials 
using similar amounts. 

Various embodiments will be suitable, for example, as insulation material for housing or 
other architectural applications, as thermal and sound insulation for household and industrial 
apphances, for example, refrigeration units and the like. It will be within the ability of these skilled 
.n the art to formulate the polymer foam to suit the particular intended applications. In particular it 
w„. be within the ability of those skilled in the art, given the benefit of this disc.osure to formulate 
polymer foams comprising chemical.y modified carbonaceous materials, optionally along with 
add Itl ves such as any of these which are well-known for use in insulative polymer foams Without 
w.shmg to be bound by theory, it is believed that conventional fillers in prio r filled poiymer foams 
were preferentially located in the "struts" portion of the individual cells of the foam, rather than in 
the "wmdows" of the cells. It is believed that the foaming process in which po.ymer material is 
thmned to form the windows, causes conventional filler materials to move from the window area 
■nto the struts area. In accordance with certain preferred embodiments of the invention, chemical.y 
mod,fied carbonaceous materials are employed which preferentially locate in the windows portion 
of the foam cells, rather than in the struts. Thus, in comparison to the use of, for example, carbon 
black parties of substantially the same particle size and structure, the use of the chemically 
mod.fied carbonaceous materials of the present invention results in a higher particle density in the 
wmdow portions of the po.ymer cell foam than wou.d be achieved using conventional carbon black 
part.cu.ate filler. In preferred embodiments, the chemical.y modified carbonaceous materials 
,ach,eve particle density in the windows portion of the foam cells equal to that found in the struts 
portion of the foam cells. In certain highly preferred embodiments, the particle distribution in the 
cell windows is even higher than that in the struts portion of the foam cells. 
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The polymer materials suitable for use in the foams of the present invention include those 
currently known for insulative foam application. Preferred polymer foams include polyurethane 
foams, poiyisocyanurate foams and polystyrene foams. In certain preferred embodiments, such 
polymer foams are formed without chlorofluorocarbons (CFCs) and hydrochlorofluoro carbons 
(HCFCs). Rather, these preferred embodiments employ as blowing agents certain hydrocarbons, 
such as pentane and isopentane. Thermal conductivity of polymer foams, such as polyurethane 
foams, formed using such hydrocarbon blowing agents typically have higher thermal conductivity 
than corresponding forms formed with CFCs or HCFCs. The hydrocarbon blowing agents, 
however, are believed to be environmentally advantageous over CFCs and HCFCs. In accordance 
with certain preferred embodiments of the present invention, the higher thermal conductivity of 
polymer foams formed with hydrocarbon blowing agents is reduced through the use of chemically 
modified carbonaceous filler or chemically modified carbonaceous materials of the present 
invention. 

The preferential locating of the chemically modified carbonaceous materials or fillers in the 
windows of the foam cells provides an additional benefit. Specifically, chemically modified 
carbonaceous materials or fillers located in the foam cell windows are found to be more effective at 
reducing radioactive thermal losses, through it action as an infra-red (IR) absorber. Because the 
thermal conductivity of particulate filler typically is substantially higher than thermal conductivity 
of the polymer material, reducing the amount of particulate filler can reduce the thermal 
conductivity of the foam. Hence, by using chemically modified carbonaceous materials of the 
present invention which locate preferentially in the windows of the foam cells, as desired reduction 
in radioactive loss can be accomplished with less particulate filler thereby achieving also the desired 
reduction in solid-phase conductivity. In accordance with preferred embodiments, chemically 
modified carbonaceous materials are used in the polymer foams of the present invention in an 
amount less than about six percent (6%) by weight of the foam (that is, a per unit weight of the total 
foam composition). More preferably, the chemically modified carbonaceous materials of the present 
invention are used in an amount less than about four weight percent (4 wt%), for example, from 
about one percent to about four percent (1% to 4%). 

In accordance with certain preferred embodiments, a method of insulating a structure is 
provided, especially a method of providing thermal and sound insulation. A layer, for example, a 
sheet or block, of closed cell polymer foam in accordance with the foregoing disclosure, is 
employed as at least one component of a wall of a structure. Preferably a rigid polymer foam panel, 
optionally an extruded insulative polymer foam structure, is applied to a wall of the structure to be 
insulated. In this regard, the present invention is an improvement over the disclosure of U.S. Patent 
No. 5,373,026 to Bartz et al, the entire disclosure of which is hereby incorporated by reference. 
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Similarly, the present invention is an improvement over the disclosure of U.S. Patent No. 
5,604,265 to DeVos et al. regarding the preparation of fine-ceiled, closed-celled, rigid polyurethane 
or urethane-modified polyisocyanate foam. The entire disclosure of the DeVos et al. patent in 
hereby incorporated by reference for its teaching of the preparation and use of fine-celled, closed- 
celled rigid foams. It will be within the ability of those skilled in the art, given the benefit of the 
disclosure herein of the present invention, to make and use polymer foam products incorporating 
chemically modified carbonaceous materials of the present invention in lieu of the carbon black 
fillers suggested in the DeVos et al. patent. In accordance with certain preferred embodiments, 
polymer foam of the invention is made by mixing together two or more reactive polymer 
components, for example, a polyisocyanate component and a polyol component. The chemically 
modified carbonaceous materials of the present invention can be dispersed into one or more such 
reactive components prior to mixing the reactive components as they are mixed together. 
Alternatively, the chemically modified carbonaceous materials of the present invention can be 
dispersed into the reactive components as they are mixed together. Preferably, the polymer foams 
have at least about 87% closed cells, more preferably at least about 91% closed cells. In accordance 
with certain preferred embodiments, rigid, closed-cell, polyurethane foam comprising chemically 
modified carbonaceous materials disclosed herein has cell windows which are about 0.5 microns in 
thickness. Especially preferred embodiments of this type employ chemically modified carbonaceous 
materials with surface bonded polymer moieties having an amine or alcohol functional group to 
provide reactivity or affinity to a polyol or isocyanate reactive component of such polyurethane 
foam. The polyurethane foam is formed by achieving excellent initial dispersion of the chemically 
modified carbonaceous material of the present invention into the appropriate reactive component of 
the foam. 

In accordance with certain preferred embodiments, closed-cell, rigid polymer foam 
comprises chemically modified carbonaceous materials of the present invention carrying low surface 
energy groups attached to the surface of the chemically modified carbonaceous materials. Without 
wishing to be bound by theory, it is presently understood that the low surface energy groups at the 
surface of the chemically modified carbonaceous materials of the present invention changes their 
wetting characteristics. These changes in surface energy are believed to drive the filler particles 
toward the gas/solid interface found primarily at the windows of the foam cells. In accordance with 
certain especially preferred embodiments, the chemically modified carbonaceous materials of the 
present invention bears alkyl, such as CI to C20 groups, e.g. CI to C8 groups, or halogenated alkyl 
groups, especially fluorinated alkyl groups, polyalkylene oxides, or polysiloxanes. Surface treatment 
of chemically modified carbonaceous materials used in foams disclosed here, in accordance with 
certain preferred embodiments, is preferably from about 1 to about 5 umol/m2. 
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In accordance with preferred embodiments, the polymer reactant is selected from: 
fluoropoiymer alkylene oxide polymer or polyether, most preferably fluoropropylene oxide 
polymers, having number average molecular weight of about 200 to 20,000, more preferably about 
500 to 5000, for example, about 1000; alkylene oxide polymers or polyethers, most preferably 
5 propylene oxide polymers, having number average molecular weight of about 200 to 20,000, more 
preferably about 500 to 5000, for example, about 1300; and siloxanes having number average 
molecular weight of about 200 to 20,000, more preferably 500 to 5000, for example, about 1300. 
The reactive functionality of the polymer reactant is selected to yield the chemically bonded reaction 
product as discussed above. Exemplary silicone surface modifying materials for chemically 

10 modified carbonaceous materials suitable for the filled foam materials disclosed here include, for 
example, polydimethylsiloxanes, other organic siloxanes and block copolymers that contain other 
materials, such as alkylene oxides, for example. 

In especially preferred embodiments, a closed-cell, rigid polymer foam incorporating the 
chemically modified carbonaceous materials of the present invention has thermal conductivity at 

15 least one percent (1%) and in certain especially preferred embodiments five percent (5%) or even 
ten percent (10%) better (i.e., lower) than a corresponding polymer foam without filler. It also has 
better thermal insulating value than a corresponding polymer foam employing a corresponding 
conventional carbon black in like amount as the chemically modified carbonaceous materials of the 
present invention. 

20 In accordance with certain preferred embodiments, rigid, closed-cell, polyurethane foam 

comprising chemically modified carbonaceous materials has cell windows which are about 0.5 
microns in thickness. In accordance with certain preferred embodiments, rigid, closed-cell foam, e.g. 
polyurethane foams, are provided with cell sizes less than 200 microns, preferably about 150 to 
about 200 microns. Chemically modified carbonaceous materials disclosed herein which are 

25 suitable for such preferred embodiments include, for example, those capable of generating gas to 
nucleate cell formation during foam manufacture, especially those bearing surface functionality 
capable of generating gas at elevated temperatures. Especially preferred embodiments of this type 
include polyurethane foams incorporating chemically modified carbonaceous materials treated with 
t-butylcarbonates or acylazides or the like. In accordance with certain alternative embodiments, the 

30 chemically modified carbonaceous materials carry a substance or surface coating which decomposes 
at elevated temperatures to generate gas. In accordance with yet other preferred embodiments of 
this type, rigid closed-cell polyurethane foams comprise chemically modified carbonaceous 
materials which are highly porous. Without wishing to be bound by theory, it is presently 
understood that such chemically modified carbonaceous materials trap gas which is released during 

35 the foam manufacturing process to nucleate foam cell formation. 
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In certain preferred embodiments of the present invention, the modified carbonaceous 
particulate filler is prepared by chemically modifying the surface of a carbonaceous particulate 
material, as now further discussed. In especially preferred embodiments, a closed-cell, rigid 
polymer foam incorporating such chemically modified material as the modified carbonaceous 
particulate filler has thermal conductivity at least one percent (1%) and in certain especially 
preferred embodiments five percent (5%) or even ten percent (10%) better (i.e., lower) than a 
corresponding polymer foam without filler. It also has better thermal insulating value than a 
corresponding polymer foam employing a corresponding unmodified carbon black in like amount as 
the modified carbon black particulate filler. 

Especially preferred embodiments of this type employ modified carbonaceous particulate 
filler formed by chemically modifying carbon black to provide an amine or alcohol functional group 
to the surface of carbon black particulate material to provide reactivity or affinity to a polyol or 
isocyanate reactive component of such polyurethane foam. Thus, the polyurethane foam is formed 
by achieving excellent initial dispersion of the modified carbon black particulate filler into the 
appropriate reactive component of the foam. 

Exemplary modified carbon blacks of this type include chemically modified porous blacks, 
such as chemically modified BP2000™ carbon black, which is commercially available from Caboi 
Corporation. 

As indicated above, certain modified carbon black particulate fillers suitable for use in the 
present invention can be formed by chemically treating carbon black particulate materials. Surface 
treatment of about 1 to 4 jimol/m 2 is preferred, with 4 M mol/m 2 being especially preferred in most 
cases, since this is presently understood to provide approximately full surface coverage of a typical 
carbon black material. In the following examples 1-13, exemplary rigid, closed-cell, polyurethane 
foams are formed in accordance with preferred embodiments of the invention 

The following polyurethane foam components are used in typical rigid polyurethane foams 
of the present invention: 

1 . Polyol or polyol blend with an average functionality of from 3 to 8 and with mean 
molecular weights of from about 150 to 1,600, and hydroxyl values (mg KOH/g) of 250 to 1,000. 
Polyols may be, for example polyether, modified polyether, or polyester polyols. 

2. Polymeric MDI with an NCO value (%NCO by weight) of from 27 to 3 1 , average 
functionality of 2.7 to 3.0, and viscosity of from 230 to 2700 mPa at 25°C. 

3. Catalysts, such as tertiary amine (e.g.. diaminobicyclooctane) or organometallic 
catalysts (e.g., dibutyltin dilaurate). 

4. A surfactant, such as organosiloxanes or silicone-based surfactants, for example, 
polydimethylsiioxane-polyether graft copolymer surfactants. 
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5. Blowing agents such as CFC's, HCFCs, FC's, hydrocarbons, water, etc. 

6. Optionally flame retardants. 

An exemplary rigid polyurethane foam formulation suitable for filled polymer foam 
products of the present invention is prepared by blending components together in the proportions 
5 listed below. 

Component Parts 
Polyol (hydroxyl number of 750) 1 00 

PMDI(NCOvalueof31) 182 
Surfactant 0. 1 to 5 

10 Amine Catalyst 0.1 to 3 

Cyclopentane 5 to 20 

Water 0.1 to 5 

Chemically modified carbonaceous filler as disclosed above can be added to the component list to 
prepare a foam with improved (i.e., lower) thermal conductivity. The chemically modified 
15 carbonaceous filler can be dispersed into either of the polymer reactants, i.e., into the polyol or into 
the isocyanate at any suitable loading level, e.g., a 6-12% loading, using any suitable mixing 
apparatus, e.g., a Silverson L4R high speed rotor/stator mixer. For example, a filler/isocyanate 
dispersion is mixed for 30 minutes using the high sheer head at maximum speed. 

In certain preferred embodiments of the present invention, the chemically modified 
20 carbonaceous filler is prepared by chemically modifying the surface of a carbonaceous particulate 
material. Surface treatment of about 1 to 5 |Jmol/nr is preferred, with 4 pmol/m 2 being especially 
preferred in most cases, since this is presently understood to provide approximately full surface 
coverage of a typical carbonaceous material. The polymer moieties attached to the carbonaceous 
particles in such embodiments result, in certain preferred embodiments, from reaction of a suitably 
25 functionalized polymer reactant with suitably functionalized carbonaceous particles. Polymer 
reactants which can be functionalized for reaction with the carbonaceous particles include, for 
example, polyethylene, poly(vinylchloride), polyisobutylene, polycaprolactam (nylon), 
polyisoprene, polyamides, polycarbonates, polyelectrolytes, polyesters, polyethers, polyalkylene 
oxides, (polyhydroxy)benzenes, polyimides, polymers containing sulfur, polyolefms, polyols, 
30 polymethylbenzenes, polystyrene, styrene copolymers, acetal polymers, acrylic polymers, 
acrylonitrile polymers and copolymers, polyolefms containing halogen, fluoropolymers, ionomeric 
polymers, polysaccharides, polymers containing ketone group(s), liquid crystal polymers, 
polyamide-imides, polymers containing olefinic double bond(s), polyolefin copolymers, 
polyphenylene oxides, polyurethanes, thermoplastic elastomers, silicone polymers, alkyd, epoxy, 
35 and unsaturated polyester. 
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In accordance with certain embodiments, the polymer reactant is selected from polyalkylene 
oxides wherein the alkylene moiety is a C2 to C4 moiety, most preferably being polyethylene oxide 
or polypropylene oxide or copolymers of alkylene oxides such as copolymers of ethylene glycol and 
propylene glycol. In certain embodiments employing such polymer modification of carbonaceous 
materials, preferably the low structure, medium sized carbon blacks known for use as fillers in 
coatings and plastics, such as MONARCH® 700, for polyurethane foams prepared as the reaction 
product of polyoi and isocyanate reactants, 3% to 5% or more increased thermal insulation values 
have been achieved. 

Such polyethylene oxides and polypropylene oxides, being referred to alternatively as 
polyethylene glycols and polypropylene glycols, preferably have a weight average molecular weieht 
of about 200 to 10,000 for good balance of reactivity with the carbonaceous particulate material 
good disability of the resultant surface-treated filler in the polymer foam, and good reduction of 
thermal conductivity. More preferably, the weight average molecular weight is about 300 to 5,000, 
most preferably about 500 to 3,000. 

The polyalkylene oxides preferably are covalentlv or ionically bonded to the carbonaceous 
particulate material. The diazonium reaction procedure discussed below is suitable for attaching 
polyalkylene oxides to carbon black and other carbonaceous particulate materials. Preferably, the 
carbonaceous particulate material is treated with polyalkylene oxides to a treatment level of about 
0.01 mmol/gram to 3.0 mmol/gram, more preferably 0.03 to 2.0 mmol/gram, most preferably about 
0.05 to 1.0 mmol/gram. Specifically, for example, polyethylene glycol) methyl ether (CAS No. 
9004-74-4,) M n 750, and polypropylene glycol) monobutyl ether (CAS No. 9003-13-8,) M n 1000, 
both commercially available from Aldrich Chemical Co., and copolymers, e.g., copolymers of 
ethylene glycol and propylene glycol (CAS No. 9003-1 1-6) can be used for surface treating carbon 
blacks and other carbonaceous particulate materials via such diazonium reaction method. In one 
example of such method, the end-capped polyethylene glycol mentioned above (CAS No. 9004-74- 
4) is reacted with nitrophenyl isocyanate. The nitro phenyl group of the reaction product is then 
reduced to aniline, i.e., amine functionalized phenyl group, via hydrogenation with palladium 
catalyst and hydrogen gas. The reaction product is then attached to carbon black, which need not be 
pre-treated or pre-functionalized, via the diazonium reaction employing 2 stoichiometric acid, such 
as nitric acid, and 1 stoichiometric sodium nitrate to convert the aniline group to the corresponding 
diazonium salt. The diazonium salt optionally can be formed in the presence of the carbon black, 
and attaches to the surface of the carbon black. 

In accordance with certain preferred embodiments, carbonaceous material is surface 
modified to chemically bond silicone moieties. In certain such embodiments the surface of the 
carbonaceous material is first modified via a diazonium reaction that attaches negatively charged 
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groups to the surface of carbonaceous material (e.g. that of sulfanilic acid, for the attachment of 
benzosulfonate groups.) The surface of the carbonaceous material is then further treated with 
positively charged amino-silicone compounds that will attach with the negatively charged ionic 
groups present at the surface of the carbonaceous material, and attach themselves to the 
5 carbonaceous material. The aminosilicone groups can consist of either oligomeric silicones (e.g. 4- 
aminobutyldimethylmethoxysilane - C 7 H 19 NOSi) or polymeric silicones (e.g. Polydimethyl- 
siloxane, aminopropyldimethyl terminated - NH2CH 2 CH 2 CH 2 0[(CH3)2SiO] y CH2CH2CH 2 NH2), or 
copolymers having pendant amine groups. The treatment groups can also have single or double 
amine functionality. The amines can be primary, secondary, or tertiary (in which case, preferably, 

10 they are protonated to react) or quaternary salts (in which case they are inherently positively 
charged) that can be prepared by alkylation of the previous categories of amines. 

These new surface modified carbonaceous material can have a desired silicon content based 
on the selected treatment level. By modifying the surface of carbonaceous material using this two- 
stage treatment procedure, the silicon-containing carbonaceous material, in certain preferred 

15 embodiments, especially in polyurethane frames, will be found in higher concentrations at the eel! 
faces of the foam than will conventional grades of carbon black. That is, the treated carbonaceous 
material particles will have surfactant properties and preferentially migrate to the gas/liquid surface 
of the polyurethane as it foams, thus locating in the windows and improving the thermal insulation 
value of the polyurethane foam. 

20 In alternative preferred embodiments, the surface modification is of carbon black or other 

chemically modified carbonaceous filler with silicon-based functional groups is accomplished 
through the attachment of the oligomeric or polymeric silicones or siloxanes. Exemplary silicone 
surface modifying materials include, for example, polydimethylsiloxanes, other organic siloxanes 
and block copolymers that contain other materials, such as alkylene oxides, for example. Again, the 

25 surface modified particles can have a desired silicon content based on the selected treatment level. 

In accordance with certain preferred embodiments, carbon black or other carbonaceous filler 
is surface modified to chemically bond poyalkylene oxide moieties. In certain such embodiments 
the surface of the carbonaceous filler is first modified via the diazonium reaction that attaches 
negatively charged groups to the surface of carbonaceous filler (e.g. sulfanilic acid for the 

30 attachment of benzolufonate groups. The surface of the carbonaceous filler is then further treated 
with polyalkyiene oxide polymers containing positively charged groups (e.g., p-alpha- 
aminoethylphenol propoxyIate-N30) that will attach with the negatively charged groups present at 
the surface of the carbonaceous filler and attach themselves to the carbonaceous filler. The 
carbonaceous filler may also be modified via diazonium reaction that attaches positively charged 

35 groups to the surface of carbonaceous filler (e.g., 3-aminopyridime for the attachment of a 



10 



15 



20 



25 



30 



35 



WO 00/43446 .ri. 

ZJ PCT/USOO/01302 

pyridine group). The surface of ,he carbonaceous fiHer can then be further .reared with a 
polyalkylene oxide powers confining negarively charged groups ,o attach with .he positively 
charged group present at the surface of the carbonaceous material. 

By modifying the surface of carbonaceous material using this two-stage treatment 
procedure, the attachment group win allow for better dispersion in the foam making components 
(«.g. PMDI or Polyol) and will also a„ow for higher concenttadons of carbon black a, the cel, faces 
of the foam compared to prior known fillers. That is, the treated carbonaceous material particles 
w,ll have surfactant properties and preferentially migrate to the gasfliquid surface of the 
polyurethane as it foams, thus locating in the cell windows and improving the thermal insulation 
value of the po.yurethane/polyisocyanurate foam. In alternative preferred embodiments, carbon 
black or other carbonaceous fiHer is chemically modified by attachment of polymeric alkylene oxide 
groups to the carbon black. 

In accordance with certain preferred embodiments, carbon black or other carbonaceous filler 
» surface modified by chemica.ly bonding fluorinated polymer moieties to the particles, improved 
d.spersability, thermal insulation and flame retardance, in polyurethane or polyisocyanurate foams 
especially, is obtained. Suitable fluorinated polymers for use as reactants include fluorinated 

surfactants. 

Preferred fluorinated materials contain as part of their structures a straight chain of 
d.fluoromethylene, diflouromethylene oxide, fluoroethylene oxide, or hexafluoropropylene oxide 
monomer, as we,l as short or long chain hydrocarbon and/or polyether segments. The fluorinated 
materials wil. be attached to the surface of the carbonaceous material. For preferred attachment 
through ionic bonding the fluoropolymer preferably has a charged moiety, either posittve or 
negattve, in its molecular structure. The carbon black or other carbonaceous particle is surface 
treated to have oppositely charged moieties.. For preferred covalen, attachment the fluoro- 
compound has, or is modified to possess a functional group tha, will al.ow for covalen, bonding to 
the surface of the carbonaceous material. Again, the filler particle is surface treated to have 
functional groups reactive with the functional groups of the fluoro-compound 

If the case of directly attached fluorinated polymers the carbon black or other carbonaceous 
filler to be modified need to have any special characteristics. In other cases, the surface of the 
carbon black or other carbonaceous filler preferably has already undergone treatment leaving i, with 
a relahvely stable and uniform charge. These surface functioned material may be dispersed in 
either the polyol or isocyanate side of the foam system. 

These carbon b.ack or other carbonaceous filler materials, when incorporated into rigid 
closed cell polyurethane foams, for examp.e, will be found in higher concentrations at the cell faces 
of the foam than will conventional grades of carbon black. That is, more of the carbon black will be 
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found at the gas/solid interface in the polyurethane foams containing the modified carbon materials. 
Moreover, this improved distribution of the modified carbonaceous material will, in certain 
preferred embodiments, result in lower thermal conductivity of the polyurethane foam in 
comparison to polyurethane foam containing conventional carbon black. In addition, the high 
amounts of fluorine present in the final foam formulation serve to increase the flame retardance of 
the foam material. 

In accordance with certain preferred embodiments, graphite, including, for example, 
modified synthetic graphite is employed. The chemical modification of the surface chemistry of the 
graphite, as disclosed here, provides treated graphites whose performance is superior to the 
corresponding untreated material. Specifically, the incorporation of such treated graphites yields 
insulating polymer foam materials with reduced thermal conductivity, or enhanced insulting 
performance, when compared to corresponding materials formed by incorporating the corresponding 
un-modified graphites. In a preferred method for preparing the chemically modified graphite, 
surface modification yields treated graphite material that exhibits superior dispersion in the foam 
when compared to the use of an un-modified graphite. Surface modification can also yield a higher 
concentration of graphite material in the cell faces or windows than results when using an un- 
modified graphite. 

Methods for modifying the surface chemistry of graphite include chemically bonding 
materials to the surface by covalent or ionic bonds, preferably through surface treatment chemistry 
herein discussed with reference to carbon black and other filler materials. 

Various types of materials may be used to modify the surface of graphite. Examples 
include, but are not limited to: alkylene oxides, siloxanes, poly(acrylic acid) and derivatives such as 
poly(amides), polyvinyl alcohols), fatty acids, ethoxylated fatty acids, and fatty acid esters, 
saturated and unsaturated hydrocarbons, fluorinated or perfluorinated chains, and copolymers 
comprising combinations of any of the above. 

The above materials may contain or be terminated by primary, secondary, tertiary, or 
quaternary amines, and are thus capable of having as part of their structure a stable cation. The 
above materials may contain or be terminated by negatively charged moieties such as sulfates, 
phosphates, and carboxylates and are thus capable of having as part of their structure a stable anion. 
The above materials may also contain or be terminated by a primary aryl amine. The presence of an 
aryl amine moiety enables covalent attachment via the generation of the corresponding diazonium 
salt of the amine, such as described in U.S. Patent No. 5,553,739, the entire disclosure of which is 
incorporated herein by reference. This same process is also useful for covalently attaching 
molecules containing as part of their structures stabilized charges. For example the attachment of a 
negatively charged benzene sulfonate group results form a diazonium treatment with sulfanilic acid, 
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Unwise, molecules with positive chargts may be ^ y ^ 

a moiety of opposite charge, such as those Usted above, yielding m ionic bond 
attachment between the premodified graphite and the material of interest 

Suitable reactan* and methods for preparing ,he chemica, ly modified carbonaceous fiiler 
■ncludmg, or example, suitable reactants and methods for fu„c,io„a,i zi „ 8 carbonaceous fi„er 
parties and corresponding,, functioning and, in some cases, the polymer reactants, are taught 

I'*' °"°7 nB d ™' "* ° f is ^ *«1>— herein by reference in its entire*- 
.nternat.ona, Application Number PCT/US97/08855 as WO 97/4769,; United States Paten, 
Apphcation Numbers 08/990,7,5; 09/2,0,370; 60/104,117; 08/968,299; 08/962.244 - 08/899 263- 

7mZr' 363 ' Md ln,eraa ' i0M ' APP "' Ca,i °" K ™ S ™™» Polished as WO 

The chemicaily modified carbonaceous materials of this invention may aiso be used in the 

"T" " C0 " TCmi0Ml ~ " ke *» 8™P* attached to the 

chem,ca„y mod.fied carbonaceous materia,, however, can be used to modify and i mpr „ve the 
properties of a given pigment for a particular use. 

ChemicaMy modified carbonaceous materials according to the invention can be used in a 
number of end use applications. These uses include, for example, plastic compositions, aqueous and 
non-aoueous inks, aoueous and non-aqueous coatings, r „b ber compositions, toner compositions 
paper promts, and textile and fiber compositions. The lowing paraphs describe these uses' 
generally and examples of each are shown below. 

The chemically modified canbonaceous materials of this invention can be used as colorants 
- a Plasuc materia,. The chemicaily modified carbonaceous materials of the invention can also be 
used to tmpar, conductivity t0 a plastic mafcrial. The modified pigment produ c B of the invention 
may 8 ,ve an increased rate of dispersion or improved o„a,ity of dispersion over the corresponding 
» treated ptgment. These improvements offer an economic advantage in p,as,ic manufacture and in 
vaiue of the finished product, respectively. Using fc chemically modifled 
of the mvent.on may improve impact strength of the plastic. Thus, the invention reiates ,„ an 

30 ITT T composidon comprisin8 ' p,astic and *• m ° dm * «*~ 

materials of the present invention. 

As with conventional pigments, the chemically modified carbonaceous materials of the 
,nven„on can be used with a varie* of plastics, including bu, no, limited to piastics made from 
^ermop asuc resins, thermosetting tesins, or engineered materials, for example, composites 
Typtcal kmds of thermoplastic resins include: (!) acrylonitrile-butadiene-styrene (ABS) resins- (2, 
acetals; (3) acrylics; ,4, cdulosica; (5, cheated polyethers; ,6, fluorocarbons, such a 
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polytetrafluoroethylene (TFE), polychlorotrifluoroethylene (CTFE), and fluorinated ethylene 
propylene (FEP); (7) nylons (polyamides); (8) polycarbonates; (9) polyethylenes (including 
copolymers); (10) polypropylenes (including copolymers); (11) polystyrenes; (12) vinyls (polyvinyl 
chloride); (13) thermoplastic polyesters, such as polyethylene terephthalate or polybutylene 
5 terephthalate; (14) polyphenylene ether alloys; and blends and alloys of the above with rubber 
modifiers. Typical thermosetting resins include: (1) alkyds; (2) allylics; (3) the aminos (melamine 
and urea); (4) epoxies; (5) phenolics; (6) polyesters; (7) silicones; and (8) urethanes. 

Generally, the chemically modified carbonaceous material of the invention is added like any 
other pigment to the plastic used to form a plastic premix. This can be done, for example, in a dry 

10 mix or a melt stage. The chemically modified carbonaceous materials may also be incorporated on 
or in a plastic by adding it to a solvent, where the plastic is soluble or partially-soluble, followed by 
removal of the solvent (e.g., by evaporation). The chemically modified carbonaceous materials of 
the invention may be used in combination with other conventional additives in plastic compositions. 
According to the invention, the term plastic composition includes, but is not limited to, any plastic 

15 material, article, goods, surface, fabric, sheet, film, and the like. For example, plastic materials 
include automotive parts, siding for homes, liners for swimming pools, roofing materials, packaging 
materials, synthetic fibers, food, and storage containers, light absorbing applications (e.g., bar 
codes), and any variety of other household or industrial items. 

The chemically modified carbonaceous materials of this invention are also useful in aqueous 

20 and non-aqueous ink formulations. Thus, the invention provides an ink composition comprising an 
ink vehicle and chemically modified carbonaceous materials. Other known ink additives may be 
incorporated into the ink formulation. Typical inks include, but are not limited to: lithographic, 
letterpress, flexographic, gravure, screening, phase change ink jet inks, and ink jet applications. 

In general, an ink consists of four basic components: (1) a colorant, (2) a vehicle or varnish 

25 which functions as a carrier during printing, (3) additives to improve printability, drying, and the 
like, and (4) solvents to adjust viscosity, drying and the compatibility of the other ink components. 
For a general discussion of the properties, preparation and uses of inks, see The Printing Manual, 5th 
Ed., Leach et al, Eds. (Chapman and Hall, 1993) incorporated herein by reference. Various ink 
compositions are also disclosed, for example, in United States Patents Nos. 2,833,736; 3,607,813; 

30 4, 1 04,833; 4,770,706; and 5,026,755, incorporated in their entirety herein by reference. 

The chemically modified carbonaceous materials of the invention, either as predispersion or 
as a solid, can be incorporated into an ink formulation using standard techniques. Use of a water 
dispersible or solvent-dispersible chemically modified carbonaceous materials of the invention can 
provide a significant advantage and cost savings by reducing or eliminating the milling steps 

35 generally used with other conventional pigments. 



WO 00/43446 01 

PCT/US00/01302 

Flexographic inks represent a group „f ink compositions. F|exographic 

" tWt 3 COl ° ran ;- 3 a " d ' *** Rifled carbonaceous materials of th 

invention are useful as flexographic ink colorants. 

The chemically modified carbonaceous materials of the invention can be used in news inks 
For example a news ink composition may comprise an ink vehicle (e.g., water,, the chemically 
modtfied carbonaceous materials of the invention, a resin, and optional convention^ additives sue! 

as antifoam additives or a surfactant 

The chemically modified carbonaceous materials of the invention may also be used in phase 
c^nge ho, mel,, inks. Phase change inks generally inCude a, leas, one coloran, and a, leas' one 
phase change or wax carrier (e.g., a fat* amide-containing materia, ,ike a mixture of a ,e<ra amide 
compound and a mono-amide compound, or an alkanolamides and polyene glycol mixture, 
The phase change ,„k is in a solid phase a, ambient temperature and in a Iiq „id phase a, an elevated 
operatmg temperature of the prime, When the ink is heated it melts to form a low viscosity fluid 
that can be ejected as droplets. Upon jetting, heated droplets impact on a substmte, and coo, to 
amb.ent temperature forming f,ms of uniform thickness. Subsequent impaction of the dropiets on 
me substrate may also occur, depending upon the type of printer used. Use of chemicaily modified 
carbonaceous materials can provide a significant advantage in disperse stability and carrier 
compat,b,l,ty over conventional pigmenls and in light-fastness over dyes 

The chemically modified carbonaceous materials of the present invention can al so be used 
,n luhographic or flexographic printing. For examp,e, the ink or fountain solution used in the 
pnntmg process can contain the chemicaily modified carbonaceous materia.s of the present 
invention. F u 



The chemically modified carbonaceous materials of the present invention can also be used 
,n the manufacture of lithographic pnming plates, such as infrared or near-infrared ,ase,imageable 
pnntmg plates. Typical.y, imaging occurs when the plate is exposed to radiation having wavelengths 
of Wen 300 and 1 ,00 „m. Generally, an i„f ra red or near-infrared ,aser,mageab,e .orographic 
pnntmg P ,a,e mcludes a, least the following layers: a grained-meta, or polyester p,a,e or shee,- Iik e 
sub*a,e an a radiation-absorptive layer coated thereon. Protective layers for the substrate or the 
surface of the coated plate may also be used in the present invention. When coated onto the 
substrate, Ute protective layer can also serve as an adhesion-promoting primer. Other layers may be 
nsed, for example, to improve adhesion between layers and durability of the printing plate The 
rad,a„on-absorp,ive layer contains ,he modified pigment of the present invention along with other 
conve„,, 0 „a, ingrediems, such as resins and binder, ,„ „,e imaging process, a limbic pri„,i n „ 
Plate ,s selectively exposed ,o a ,aser ou,pu, or o,her sourc capable of removing or chemical,; 
mod,fy,„g me rad,a,,on-absorbe„, layer or layers adjacent thereto. The laser output will define I 
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pattern on the printing plate and remove or modify only those portions of the radiation-absorptive 
layer which define the pattern. Afterwards, the printing plate can be further developed by subjecting 
it to a solvent capable of removing the imaged layer(s), if any remains, which defines the same 
pattern. The details of the various conventional components and techniques for such printing plates 
5 are described in U.S. Patent No. 5,493,971; EP 0 803 771 Al; EP 0 770 494 A2; EP 0 770495 Al; 
as well as PCT Publication WO 98/31550 and the patents and publications referenced therein, all of 
which are incorporated in their entirety by reference herein. 

The chemically modified carbonaceous materials of the invention may also be used in 
coating compositions such as paints or finishes, or the like. Thus, an embodiment of the invention is 
10 a coating composition comprising an aqueous or non-aqueous vehicle, resin or binder, and an 
chemically modified carbonaceous material. Other known coating additives may be incorporated in 
the coating compositions. See , for examples, McGraw-Hill Encyclopedia of Science & Technology, 
5th Ed. (McGraw-Hill, 1982), incorporated herein by reference. See also United States Patents Nos. 
5,051,464; 5,319,044; 5,204,404; 5,051,464; 4,692,481; 5,356,973; 5,314,945; 5,266,406; and 
1 5 5,266,361 , incorporated in their entirety by reference herein. 

The chemically modified carbonaceous materials of the invention, either as a predispersion 
or as a solid, can be incorporated into a coating composition using standard techniques. Use of a 
water or solvent dispersible chemically modified carbonaceous materials of the invention provide a 
significant advantage and cost savings by reducing or eliminating the milling steps generally used 
20 with other conventional pigments. 

The chemically modified carbonaceous materials of the invention may also be used in paper 
compositions. Accordingly, the invention relates to a paper product comprising paper pulp and at 
least one type of the chemically modified carbonaceous materials of the invention. 

The chemically modified carbonaceous materials of the invention, either as a solid or a 
25 predispersion, can be incorporated into paper pulp using standard papermaking techniques as with 
conventional pigments. Use of a water or solvent dispersible chemically modified carbonaceous 
materials discussed above may provide a significant advantage and cost savings by reducing or 
eliminating the steps generally used to disperse other conventional pigments. 

The paper products of the invention may incorporate other known paper additives such as 
30 sizing agents, retention aids, fixatives, fillers, defoamers, deflocculating agents, and the like. 
Advantageously, the water or solvent dispersible chemically modified carbonaceous materials 
discussed above are retained more efficiently at low loading levels when compared to the untreated 
pigments when retention aids and acidic or alkaline sizing agents are used. 

The chemically modified carbonaceous materials of the invention may also be used, as with 
35 conventional pigments, as pigments, fillers, and reinforcing agents in the compounding and 
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preparation of rubber compositions. Accordingly, the invention relates to a rubber or e.astomeric 
compos.**, containing at least one rubber or elastomer and the chemically modified carbonaceous 

materials of the invention. 

Carbon blacks, for example, are useful in the preparation of rubber vulcanizates such as 
those ,„ ^ It is generally desirable in the production of tires to utilize carbon blacks which 
produce tires with satisfactory abrasion resistance and hysteresis performance. The treadwear 
propert.es of a tire are related to abrasion resistance. The greater the abrasion resistance the greater 
the number of miles the tire will last without wearing out. The hysteresis of a rubber compound 
means the difference between the energy applied to deform a rubber compound, and the energy 
released as the rubber compound recovers to its initial unreformed states. Tires with lower 
hysteresis values reduce rolling res,stance and therefore are able to reduce the fuel consumption of 
the vehicle utilizing the tire. Thus, it is particularly desirable to have carbon black products capable 
of imparting greater abrasion resistance and lower hysteresis in tires. 

The chemically modified carbonaceous materials of this invention are useful in both natural 
and synthetic rubber compositions or mixtures of natural and synthetic rubbers. The chemically 
mod,fied carbonaceous materials of the invention can be used in rubber compositions which are 
sulfur-cured or peroxide-cured. 

The chemically modified carbonaceous materials may be mixed with natural or synthetic 
rubbers by normal means, for examples by milling. Generally, amounts of the chemically modified 
carbonaceous materials of the present invention range from about 10 to about 250 parts by weight 
can be used for each 100 parts by weight of rubber in order to impart a sienificant degree of 
remforcement. It is, however, preferred to use amounts varying from about 20 to about 100 parts by 
we lg ht of chemically modified carbonaceous materia, per 100 parts by weight of rubber and 
especial.y preferred is the utilization of from about 40 to about 80 parts of chemically modified 
carbonaceous material per 100 parts of rubber. 

Rubbers suitable for use with the present invention are natural rubber and its derivatives 
such as chlorinated rubber. The chemically modified carbonaceous materials of the invention may 
also be used with synthetic rubbers such as: copolymers of from about 10 to about 70 percent by 
weight of styrene and from about 90 to about 30 percent by weight of butadiene such as copolymer 
of .9 parts styrene and 81 parts butadiene, a copolymer of 30 parts styrene and 70 parts butadiene a 
copolymer of 43 parts styrene and 57 parts butadiene and a copolymer of 50 parts styrene and 50 
parts butadiene; polymers and copolymers of conjugated dienes such as polybutadiene 
polysoprene, po.ych.oroprene, and the like, and copolymers of such conjugated dienes with an 
ethylenic group-containing monomer copolymerizable therewith such as styrene, methyl styrene 
chlorostyrene, acrylonitrile, 2-viny.- P yridine, 5-methyl 2-vinylpyridine, 5-ethy.-2-viny.pyridine 1 
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methyl-5-vinylpyridine, alkyl-substituted acrylates, vinyl ketone, methyl isopropenyl ketone, methyl 
vinyl either, alphamethylene carboxylic acids and the esters and amides thereof such as acrylic acid 
and dialkylacrylic acid amide; also suitable for use herein are copolymers of ethylene and other high 
alpha olefins such as propylene, butene-1 and pentene-1 . 
5 The rubber composition of the present invention can therefore contain at least one 

elastomer, curing agents, reinforcing filler, a coupling agent, and, optionally, various processing 
aids, oil extenders, and antidegradents. In addition to the examples mentioned above, the elastomer 
can be, but is not limited to, polymers (e.g., homopolymers, copolymers, and terpoiymers) 
manufactured from 1,3 butadiene, styrene, isoprene, isobutylene, 2,3-dimethyl-l,3 butadiene, 

10 acryionitrile, ethylene, propylene, and the like. It is preferred that these elastomers have a glass 
transition point (Tg), as measured by DSC, between -120° C and 0° C. Examples of such elastomers 
include poly(butadiene), poly(styrene-co-butadiene), and poly(isoprene). 

Advantageously, the chemically modified carbonaceous materials of the present invention 
can impart improved abrasion resistance and/or reduced hysteresis to rubber or elastomeric 

1 5 compositions containing them. 

The chemically modified carbonaceous materials of this invention may also be used to color 
fibers or textiles. Accordingly, the invention relates to fiber and textile compositions comprising a 
fiber or textile and chemically modified carbonaceous materials of the invention. Fibers suitable for 
use comprise natural and synthetic fibers such as cotton, wool, silk, linen, polyester and nylon. 

20 Textiles suitable for use comprise natural and synthetic fibers such as cotton, wool, silk, linen, 
polyester and nylon. Preferably natural fibers and textiles comprising cotton, wool, silk, and linen 
are used. 

The chemically modified carbonaceous materials of the present invention may be colored by 
means known in the art to color fibers and textiles with, for example, direct and acid dyes. Also, the 

25 modified pigments can be incorporated into fibers by spinning techniques, such as wet spinning, dry 
spinning, and melt spun techniques. For a general discussion of coloring with dyes, see Kirk- 
Othmer Encyclopedia of Chemical Technology, Vol. 8 pp 280-350 "Dyes, Application and 
Evaluation" (John Wiles and Sons, 1979), incorporated herein by reference. Use of a water or 
solvent dispersible chemically modified carbonaceous materials of the invention discussed above 

30 provides a method for coloring these materials with a lightfast colorant. 

The present invention also relates to toner compositions comprising toner resin particles and 
the modified pigment particles of the present invention. Conventional additives as described in U.S. 
Patent Nos. 5,278,018; 5,510,221; 5,275,900; 5,571,654; and 5,484,575; and EPO 270-066A1 can 
be used and these patents are incorporated herein by reference. 
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The presen, invention also rela.es «„ an inkjet ink composition comprising an aqueous or 
non-aqueous vehicle and chemically modified carbonaceous materials of the invention. In contrast 
to conventional pigments, the chemically modified carbonaceous materiais of the invention for use 
m the ,„kje, ink of the present invention are no. difficult to disperse in an aqueous or non-aqueous 
veh.cle. The chemically modified carbonaceous materials do no, necessarily require a conventional 
m.H.ng process, nor are additional dispersants necessarily needed to attain usable ink Preferably 
the chemically modified carbonaceous materiais only require low shear stirring o, mixing to readily 
disperse the pigment in water or other solvent. 

Formation of a„ inkjet ink containing a vehicle and stably dispersed chemically modified 
carbonaceous materials as pigment can be prefixed with a minimum of components and 
processmg steps when the above chemically modified carbonaceous materials are utilized Such an 
mk may be used in any inkjet printer known in , he art. Preferably, in inkjet inks of the present 
mvention, the chemically modified carbonaceous materials are present in an amount of less than o, 
equal to 20% - 2 5% by weight of.be Inkjet ink. „ is al so within the bounds of the present invention 
•o use an mkje, ink formulation containing a mixture of unmodified pigment with the chemically 
mod,fied carbonaceous materials of the present invention. Common additives such as those 
discussed below may be added to the dispersion to further improve the properties of the Inkjet ink 

In parhcular, a humectan. may be added to reduce the rate of evaporation of water in the ink 
•o rmnimize clogging. ,f the ink begins to dry out, the humectan, concentration increases and 
evaporatton decreases further. Humectants may also affect other properties of the ink and prims 
made therefrom, such as viscosity, pH, surface tension, optica, density, and prin, quality. Preferred 
humectants include ethylene glycol, propylene glycol, diethylene g, y co,s, glycerine, dipropylene 
glycols, polyethylene glycols, polypropylene glycols, amides, ethers, carboxylic acids esters 
alcohols, organosulfides, organosulfoxides, sulfones, alcohol derivatives, carbitol, butyl carbito,* 
X cellosolve, ether derivatives, amino alcohols, and ketones. 

Biocides such as benzoate or sorbate sate are important i„ preventing bacterial growth 
Bactena are often larger than ink nozzles and can cause clogging and other problem, Binders 
attach ,o the substrate to hold the colorant on the paper. Examples include polyester, polyester- 
melamne, styrene-acryiic acid copolymers, serene-acrylic acid-alkyl acrylate copolymers styrene- 
male, acid copolymers, styrene-maleic acid-alkyl achate copolymers, styrene-menwylic acid 
copolymers, snyrene-methacrylic acid-alkyl acryla.e copolymers, s^rene-maleic half es,e, 
copolymers, vinyl naphthalene-acylic acid copolymers, viny, „aph,hale„e-maleic acid copolymers 
and salts thereof. Dtying accelerating agents promote evaporation of the ink once the ink is placed 
» *. paper. These include sodium lauryl sulfate, N,N-die,hy,-m-,oluamide 
cyclohexylpyrrolidinone, and butyl carbitol. Pencil such as alcohols, sodium toy, sulfaie' 
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esters, and ketones allow the ink to penetrate the surface of the paper. Alcohols may also be used to 
increase the rate of drying of the liquid ink, and surfactants like detergents and soap reduce the 
surface tension to allow the ink to spread on the substrate. 

Additionally, the chemically modified carbonaceous materials based inkjet inks may 
incorporate some dye to modify color balance and adjust optical density. Such dyes include food 
dyes, FD & C dyes, derivatives of phathalocyanine tetrasulfonic acids, including copper 
phthalocyanine deviates, tetra sodium salts, tetra ammonium salts, tetra potassium salts, tetra lithium 
salts, and the like. 

Polymers or oligomers may be added to inkjet inks based on the chemically modified 
carbonaceous materials. The images created from such an ink may be water-insoluble upon 
polymerization or cross-linking of the added polymers or oligomers. 

Additionally, in preparing inkjet inks utilizing the chemically modified carbonaceous 
materials of the present invention, sequential filtration of the inks through filters of descending size 
or centrifugation or both may be used to obtain a more desirable final product. For instance, 
filtering first with a 3.0 micron filter and then filtering with a 1.0 micron filter, and so on, as desired. 
In addition, the size of the chemically modified carbonaceous materials in the inkjet inks is 
preferably no larger than about 2 microns. More preferably, the size of the chemically modified 
carbonaceous materials is one micron or less. 

Advantageously, the inkjet inks of the invention have excellent stability over time and a 
wide range of temperatures, have desirable viscosities and surface tensions, and when printer, have 
good optical density, print clarity, rub resistance, and waterfastness can be obtained when the inkjet 
ink contains certain stryenated acrylics that impart this property. For instance, one such stryenated 
acrylic has a molecular weight of about 4200, a polydispersibility of about 2, and acid number of 
about 215, a softening point of about 128°C, and a Tg of about 67°C. A commercially available 
example is JONCRYL 58 acrylic (JONCRYL is a registered trademark of Johnson Polymer, Racine 
Wis.), which is a solution of Joncryl 680. 

The chemically modified carbonaceous materials of the present invention can also be used 
as adsorbents, such as in the manner described in WO 97/47382, which is incorporated in its entirety 
by reference herein. 

30 Also, the chemically modified carbonaceous materials of the present invention can also be 

used as a substitute for carbon products, such as carbon black, in such applications as electrodes, 
such as gas diffusion electrodes and fuel cells, for instance, using the designs described in U.S. 
patent numbers 5,441,823; 4,927,514; 5,561,000; and 4,877,694, all incorporated in their entireties 
by reference herein. 
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It will be apparent from the foregoing, and from the following detailed description of certain 
preferred embodiments, that the polymer foam of the present invention comprising chemically 
mod.fied carbonaceous filler will have numerous commercial and industrial applications 

The present invention will be further clarified by the following examp.es, which are 
intended to be purely exemplary of the present invention. 

EXAMPLES 

The following sample preparation method was employed. The modified carbon black 
part.cu.ate filler was dispersed in the isocyanate at a 4% loading using a Silverson L4R high speed 
rotor/stator mixer. To incorporate the filler, the materials first were mixed for iO minutes using the 
low shear head with a speed set at 5, then at maximum speed for five minutes. Next, the dispersion 
was mtxed at 30 minutes using the high shear head with the speed set at maximum. 

The amounts of components used were: 1340 grams polyol, 215.03 grams of the 
flllerAsocyanate dispersion and 17.30 grams of cyc.opentane along with the surfactants and amine 
catalysts to give a total weight of 368.04 grams. The components were added to a plastic cup and 
b.ended for 6 seconds at 2000 rpms. The b.end was then poured rapid.y into a ,0 x 10 x 5 inch box 
The procedure to make control foams was the same except that the addition and dispersion of the 
filler was omitted. 

The resulting foam was cu, .i a band saw and planed t0 give a foam slice with 
tensions of 8 x 8 x I inch. Thermal conductivity of the foam was measured a, ,0" C using a 

LaserComp FOX300 instrument. 

Modified carbon black particulate fillers for use in the examples were formed by chemically 
mod.fymg various different carbon black particulate materia* as listed in Table 2, below In all 
cases, the surface modifications were carried out on fluffy carbon b.ack. In examples 1-8 starting 
part.culate materials in each are listed by its commercial name and are availab.e from Cabot 
Corporate, Boston, Massachusetts, USA. The resulting modified carbon black particulate in each 
case was preb.ended into the isocyanate portion of the foam system as described above Polymer 
foam was obtained in each case, having good therma. insulation properties and good physical 
properties, including structural stability and handling ability. 
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TABLE 2 



Example No. 


Surface Treating 


Particulate 


Treatment 




Agent 


Material 


Level 








((Jmol/m 2 ) 


1 


sulfanilic acid 


Monarch ® 120 


1 and 4 






Vulcan 7H 


1 and 4 


2 


4-aminobenzoic acid 


Monarch ® 120 


1 and 4 






Vulcan 7H 


1 and 4 


3 


4-aminophenyl 


Monarch ® 120 


1 and 4 




sulfatoethylsulfone 


Vulcan 7H 


1 and 4 


4 


4-aminosalicylc acid 


Monarch ® 120 


1 and 4 






Vulcan 7H 


I and 4 


5 


ethyl-4-aminobenzoate 


Monarch ® 120 


1 and 4 






vuican iri 


1 on^ A 

l and 4 


6 


4-butylaniline 


Monarch® 120 


1 and 4 






Vulcan 7H 


1 and 4 


7 


3-aminobenzylalcohoI 


Monarch ® 120 


1 and 4 






Vulcan 7H 


1 and 4 


8 


3-trifluoromethylaniline 


Regal ® 330 


4 



In examples 9-13 listed below in Table 3, the modified carbon black was formed by surface 
treatment of certain particulate materials, specifically, silica/carbon multiphase particulate materials, 
available from Cabot Corporation, Boston, Massachusetts, USA. The weight percent silica in each 
such particulate material is shown in the table. Polymer foam was formed in each case, having good 
thermal insulation properties and good physical properties, including structural stability and 
handling ability. 



TABLE 3 



Example No. 


Surface Treatment 


Particulate 
Material 


Treatment 
Level (pbw) 


9 


PDMS, OH terminated 
(Mw= 1 500-2000) 


(15% Si) . 


1, 5, 10, 20 


10 


(tridecafluro- 1 , 1 ,2,2- 
tetrahydoocty l)triethoxy s i lane 


(15% Si) 


1,5, 10, 20 


11 


(3,3,3 -trifl uoropropy 1 ) 
trimethoxysilane) 


(15% Si) 


1,5, 10,20 


12 


M ethy Itrimethoxys i lane 


(15% Si) 


10, 20 


13 


(3-aminopropyl) triethoxysilane 


(15% Si) 


10, 20 
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For each example 1-13, the distribution of the modified carbon black particulate filler in the 
resultant foam was assessed visually by optica, or electron microscopy. For each example a 
corresponding control samp.e was formed, employing the same starting particulate as the filler 
matenal but without the surface treatment listed in the table. Examples 5 and 6, employing ethyl-4- 
am.nobenzoate and 4-butylaniline, respectively, were especially successful in showing more 
part.cu.ate filler in the windows than was found for the corresponding control sample Also 
example 8 was especially successful in showing appreciable levels of modified carbon black 
part.cu.ate filler in the windows of the foam cells; however, there was no control foam for 
companson purposes. Also, example 7 was especially successful in this regard. Without wishing to 
be bound by theory, it is present.y understood that the 3-aminobenzylalcoho. functionality on the 
surface of the modified carbon black particulate filler was reactive with the isoycyanate groups in 
the foam formulation. The modified carbon b.ack particulate filler concentration in the windows of 
the foam cells was somewhat higher than in the corresponding control sample. Examples 9-14 were 
found to have poor dispersion of the modified carbon black particulate filler into the foam 
•nd.cat.ng that improved methods of mixing the particulate filler into the polyo. blend or other 
react.ve component of the foam is desirable. The use of a three-roll mil. is preferred in some 
mstances to achieve improved mixing. Similarly, a Kady Mill is preferred in some instances, or a 
hke batch mixer generating high shear mixing with interchangeable rotostator heads. 

From the foregoing it will be understood that the present invention provides polymer foams 
comprising modified carbon black particulate filler. In preferred embodiments the filler is 
preferentially located in the windows of the foam cells. 

It will be apparent to those skilled in the art from the foregoing disclosure of the present 
mvent.on and from the detailed description of certain preferred embodiments, that numerous 
mod.ficat.ons and alternative embodiments are possible within the true scope and spirit of the 
invention. The following claims and equivalents thereof are intended to cover the true scope and 
spirit of the invention. 
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WHAT IS CLAIMED IS : 

1 . An aggregate having attached at least one polymer, wherein said aggregate comprises at 
least one carbon phase and at least one silicon-containing species phase. 

2. The aggregate of claim 1, wherein said aggregate, when incorporated into an elastomer, 
imparts to the elastomer poorer abrasion resistance, comparable or higher loss tangent at low 
temperature, and a lower loss tangent at high temperature, compared to carbon black. 

3. The aggregate of claim 1, wherein said silicon-containing species phase is primarily at the 
surface of the aggregate. 

4. The aggregate of claim 1, wherein said reactive polymer is primarily attached to the silicon- 
containing species phase of the aggregate. 

5. The aggregate of claim 1, wherein said polymer comprises a silane-containing polymer. 

6. The aggregate of claim 1, wherein said polymer comprises a siloxane. 

7. The aggregate of claim 1, wherein said polymer is selected from polyethers, methacrylates, 
polyvinyl alcohols, polyalkylenes, polyethylene, poly(vinylchloride), polyisobutylene, 
polycaprolactam (nylon), polyisoprene, polyamides, polycarbonates, polyelectrolytes, polyesters, 
polyethers, polyalkylene oxides, (polyhydroxy)benzenes, polyimides, polymers containing sulfur, 
polyolefms, polyols, polymethylbenzenes, polystyrene, styrene copolymers, acetal polymers, 
acrylic polymers, acrylonitrile polymers and copolymers, polyolefms containing halogen, 
fluoropolymers, ionomeric polymers, polysaccharides, polymers containing ketone group(s), liquid 
crystal polymers, polyamide-imides, polymers containing olefmic double bond(s), polyolefm 
copolymers, polyphenylene oxides, polyurethanes, thermoplastic elastomers, silicone polymers, 
alkyd, epoxy, and unsaturated polyester or combinations thereof. 

8. The aggregate of claim 1, wherein said polymer comprises a polydimethylsiloxane, a tri- 
ethoxy terminated silane polymer; or a tri-methoxy terminated silane, or combinations thereof. 

9. The aggregate of claim 1, wherein more than one type of polymer is attached to the 
aggregate. 

10. The aggregate of claim 1, further comprising the attachment of at least one organic group. 

1 1 . The aggregate of claim 10, wherein said organic group comprises at least one aromatic 
group or at least one alkyl group. 

12. An aggregate having attached at least one polymer, wherein said aggregate comprises a 
carbon black at least partially coated with silica. 

13. An aggregate having attached at least one polymer, wherein said aggregate comprises a 
carbon phase and a metal-containing species phase. 

14. A polymer foam comprising polymer foam having distributed therein at least one type of 
aggregate having attached at least one polymer, wherein said aggregate comprises at least one 
carbon phase and at least one silicon-containing species phase. 
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15. The polymer foam of claim 14, wherein said polymer foam is a rigid, closed-cell polymer 
foam. 

16. The polymer foam of claim 14, wherein said polymer foam is polyurethane foam a 
polyisocyanurate foam, a polystyrene foam, or combinations thereof. 

17. The polymer foam of claim 14, wherein said aggregate i. present in the foam in an amount 
of from about 0.01 to about 10 wt. % based on the weight of the foam. 

18. The thermal insulation product comprising a rigid closed-cell foam which has distributed 
therein at least one type of aggregate of claim 1 . 

19. A method of insulating a structure comprising incorporatmg into a wall of the structure a 

rigid closed-cell foam of claim 15. 

20. A method of making the aggregate of claim 1, comprising the step of combining an 
aggregate comprising at least one carbon phase and at least one silicon-containing species phase 
with at least one type of starting polymer having at least one functiona. group and mixing to the 
extent that the polymer is attached onto the aggregate. 

21. The method of claim 20, further comprising the application of heat during the mixing 

22. The method of claim 20, wherein said functional group is a hydroxy group, silanol group 
carbmol/alcohol group, Si-OR group, where R is an allcyl group, Si-X group where X is a halide or 

an amine group. ' 

23. A polymer foam composition comprising polymer foam and at least one chemically 
modified carbonaceous filler, wherem said chemically modified carbonaceous filler comprises 
carbonaceous filler having attached polymer moieties. 

24. The polymer foam composition of claim 23, wherein said carbonaceous filler is carbon 
black, activated carbon, graphite, carbon fibers, fibrils or mixtures thereof. 

25. The polymer foam composition of claim 23, wherein said polymer foam composition is a 
closed-cell, rigid polymer foam, and said chemically modified carbonaceous filler is present in an 

amount of from about .01 to 10 wt %. 

26 The polymer foam composition of claim 25, wherein the chemically modified carbonaceous 
filler is present m the foam in an amount from about .01 to about 5 wt %. 

27. The polymer foam composition of claim 23, wherein the polymer moieties comprise the 
reaction residue of reactively functioned polymers selected from polyethylene 
poly(v, nyl ch.oride) ) polyisobutylene, polystyrene, polycaprolactam (nylon), polyisoprene' 
po yamides, po.ycarbonates, polyelectrolytes, polyesters, polyethers, (polyhydroxy)benzenes' 
polyimides, polymers containing sulfur, polyolefms, polymethylbenzenes, polystyrene styrene 
copolymers, acetal polymers, acrylic polymers, acrylonitrile polymers and copolymers, polyolefms 
containing halogen, fluoropolymers, lonomenc polymers, polymers containing ketone group(s) 
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liquid crystal polymers, polyamide-imides, polymers containing olefmic double bond(s), polyolefin 
copolymers, polyphenylene oxides, polyurethanes, thermoplastic elastomers, silicone polymers, 
alkyd, epoxy, unsaturated polyester, or combinations thereof. 

28. The polymer foam composition of claim 23, wherein the polymer foam is polyurethane 
foam, polyisocyanurate, polystyrene, or a mixture thereof. 

29. The polymer foam composition of claim 23, wherein the polymer foam is rigid, closed-cell 
polymer foam. 

30. The polymer foam composition of claim 23, wherein the chemically modified carbonaceous 
filler is present in the polymer foam in an amount of from about .01 to about 18 wt. %. 

31. The polymer foam composition of claim 29, wherein the polymer moieties includes 
functional groups selected from isocyanates, acyl azides, alcohols, amines, thiols, alkoxides, or 
combinations thereof. 

32. The rigid, closed-cell polymer foam in accordance with claim 29, wherein the polymer 
foam is polyurethane foam, polyisocyanurate foam or polystyrene foam. 

33. A reaction injection molding method of making the polymer foam composition of claim 23, 
wherein said reaction injection molding method comprising the steps of: 

dispersing the chemically modified carbonaceous filler into a first reactant for the polymer 
foam, and 

then mixing a stream of the first reactant with a stream of second reactant for the polymer 

foam, 

wherein the polymer moieties are not stripped in substantial quantity from the 
carbonaceous filler by the mixing step. 

34. A reactive component for a polymer foam, comprising chemically modified carbonaceous 
filler comprising polymer moieties attached to carbonaceous particulates. 

35. A thermal insulation product comprising the rigid, closed-cell polymer foam of claim 29. 

36. A method of insulating a structure, comprising incorporating into a wall of the structure the 
polymer foam composition of claim 29. 

37. The method of insulating a structure in accordance with claim 36, wherein the structure is 
an architectural structure or a refrigeration appliance. 

38. The polymer foam composition of claim 23, wherein the polymer moieties comprises the 
reaction residue of reactively functionalized polymers selected from polyalkylene oxides. 

39. The polymer foam composition of claim 38, where the alkylene moiety of the polyalkylene 
oxide is a C2 to C4 moiety. 

40. The polymer foam composition of claim 23, wherein the polymer moieties comprise the 
reaction residue of reactively functionalized polymers selected from polyethylene oxides and 
polypropylene oxides. 
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